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ABSTRACTED-PUB-NO: JP 56132709 A 
BASIC-ABSTRACT: 

In a power cable providing a semiconductor layer on a conductor or an 
crosslinked polyethylene insulator, the semiconductor layer is 
composed of a 

semiconductor compsn. to which is added 0.5-15 wt . % epoxy resin 
contg. no 

hardening agent. Water-tree resistance is improved. 



In an example, 100 pts.wt. ethylene-vinylacetate copolymer (contg. 
vinylacetate 

30%) + 70 pts.wt. Vulcan XC-72 (RTM, carbon black) + 1 pt.wt. 
dicumyl oxide + 

0.2 pts.wt. Antage crystal (RTM) ageing inhibitor), were mixed. 
Bisphenol 
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epoxy resin (Araldite CT-200) was added thereto, which was kneaded to 
give a 

semiconductor compsn. It was extruded on internal and external 
surfaces of a 

conductor. Metal tape and covering tape were wound on to give a 
crosslinked 

insulating cable of 22 KV, 1 x 100 mm2 . 
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